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APPARATUS AND METHOD FOR FORMING MATERIALS 

Technical Field 

This invention relates to an apparatus and method f or 
forming spxin material, such as filaments, fibres, ribbons, 
5 sheets or other solid products, from a lic^uid spizmincf 
solution, such as a polymer solution (which term includes a 
protein solution or cellulose solution) • 



Background Art 



There is currently considerable intexest in the 
development of processes and apparatus to ensODle the 
manufacture of polymer filaments, fibres, ribbons or sheets. 
It is theoretically possible to obtain materials with higb 
tensile strength and toughness by engineering the 
orientation of the polymer molecules cmd the way in which, 
they intereact with one another. Strong, tougb filaments, 
fibres or ribbons are useful in their own r±ght for the 
mwuf acture, for example, of sutures, threads, cords, ropes, 
wound or woven materials. They ccoi also be incorporated, 
into a matrix with or without other filler particles to 
produce tough and resilient composite materials. Sheets 
whether formed from fibres or ribbons can be struck together^ 
to form tough laminated composites. 

Natural silks are fine, lustrous filaments produced, 
by the silk-worm JBombyx mori and other invertebr^ate species. 
25 They offer advantages compared with the synthetic polymers 
currently used for the manufacture of materials. The 
tensile strength and toughness of the dragline silks of 
certain spiders cam exceed that of Kevlar*, the t:oughest an^ 
strongest man-made fibre. Spider dragline silks also 
3 0 possess high thermal stsJDility. Many silks are also 
biodegradable and do not persist in the enviroxunent . They 
are recyclable cuid are produced by a highly efficient low 
pressure and low temperattire process using only water as a 
solvent. The natural spinning process is remarkable in that 
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an aqueous solution of protein is converted into a tough and 
liighly insoluble material. 

According to an article by J. Magoshi, Y. Magoshi, M. 
A. Becker and S. Nakamura entitled "Biospinning (Silk Fiber 
Formation, Multiple Spinning Mechanisms)" published in 
Polymeric Materials Encyclopedia, by the Chemical Rubber 
company, it is reported that natural silks are produced by 
sophisticated spinning techniques which cannot yet be 
duplicated by man-made spinning technologies. 



10 



Fibres produced by existing technological processes 
and apparatus suffer from the following disadvantages. Many 
show -die swell- which leads to some loss of molecular- 
orientation with a consequent degradation of mechanical 
properties. This is not seen in natural silks which show 
15 strongly uniaxial orientation. Furthermore, existing 
processes are not energy efficient, requiring high 
temperatures and pressures to reduce the viscosity of the 
feedstock so that it can be forced through a die. Separate 
stages are often required, for example for further 
20 -draw-down-, to anneal the fibre with heat, and to process 
it through separate acid or alkaline treatment baths. 

Discloaui-o »f the Tn-»-«.ni-< 

It is an aim of the present invention to provide an 
improved method and apparatus for spinning a liquid spinning 
25 solution or -dope-. 

According to a first aspect of the invention there is 
provided spinning apparatus for forming spun material from 
a liquid spinning solution, the apparatus including a die 
assembly having at least one tubular passage through which 
30 the liquid spinning solution is passed, wherein walls 
defining the or each tubular passage are formed at least 
partly of semipermeable and/or porous material. Preferably 
enclosure means surround the walls. The provision of 
enclosure means allows components of fluent material 
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contained in the enclosure means and in contact with the 
walls to pass through the semipermeable and/or porous 
material* Alternatively components of the liquid spinning 
solution passing through the or each txibular passage may 
5 pass outwardly through the walls of semipermeable and/or 
porous material. Xn addition, since the semipermead^le 
and/or porous material is generally flexible, it will be 
necessary to fill the enclosure meaxis with a pressurised 
fluent material to maintain the shape of the walls defining 
10 the tubular passage during passage of the spinning solution 
through the ttibular passage. 



According to a second aspect of the invention there 
is provided a method of forming material by passing liquid 
spinning solution through at least one tubular passage of a 

15 die assembly, wherein the or each txibular passage has walls 
formed at least partly of semipermeaJ^le and/or porous 
material and in that the liquid spinning solution is 
treated, as it passes along the or each txibular passage, by 
components permeating through the semipermeable and/or 

20 porous material of said walls. In this way fluent material 
may pass inwardly into, or outwardly from, the or each 
tiibular passage through their semipermeable and/or porous 
walls. 

The discovery of the way in which spiders produce 
25 dragline silk provides the basis for the invention. We have 
fovmd that by making the walls of the or each tubular 
passage at least partly permeable or porous, preferably 
selectively permeable along the length of the tubular- 
passage, which is preferably tapered, it is possible to 
30 control properties such as the pH, water content, ionic 
composition and shear regime of the spinning solution in 
different regions of the tubular passage of the die. 
Ideally this encJales the phase diagram of the spinning 
solution to be controlled allowing for pre -orientation of 
35 the fibre- forming molecules followed by a shear-induced 
phase separation emd allowing the formation of insolxible 
fibres containing well -orientated fibre -forming molecules. 
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Conveniently the walls defining the tubular 
passage (8) are surrounded by said enclosure means to provide 
one or more compartments. These compartments act as jackets 
around the tubular passage (s) . The or each tubular passage 
suitably has an inlet at one end to receive the spinning 
solution and an outlet at the other for the formed or 
extruded material and is typically divided into three parts 
arranged consecutively, the first part allowing for the 
pre- treatment and pre-orientation of the fibre-forming 
polymer molecules in the liquid feedstock prior to forming 
the material by draw down, the second region in which draw 
down of the "thread" takes place and which functions as a 
treatment and coating bath, and the third part has an outlet 
or opening of restricted cross -section which serves to 
prevent the loss of the contents of the "treatment bath" 
with the emerging fibre and to provide for the commencement 
of an optional air drawing stage. 

It will be appreciated that any solution or solvent 
or other phase or phases surrounding the fibre in the second 
part of the or each tubular passage also serves to lubricate 
the fibre as it moves through and out of the tubtilar 
passage . 

All or part of the length of each tubular passage 
typically has a convergent geometry typically with the 

25 diameter decreasing in a substantially hyperbolic fashion. 
According to G. Y. Chen, J.A. Cuculo and P. A. Tucker in an 
article entitled "Characteristic and Design Procedure of 
Hyperbolic Dies" in the Journal of Polymer Sciences: Part B: 
Polymer Physics, Vol 30, 557-561 in 1992, it is reported 

30 that the orientation of molecules in a fibre can be improved 
by using a die with a convergent hyperbolic geometry instead 
of the more usual parallel capillary or conical dies. 

The geometry of substantially all or part of the or 
each tubular passage may be varied to optimise the rate of 
35 elongational flow in the spinning solution (dope) and to 
vary the cross -sectional shape of the formed material 



20 
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produced from it. The preferred substantialXy hyperbolic 
taper for part or all of the or each tiibxilar passage 
maintains a slow and substajitially constcuat elongational 
flow rate thus preventing unwanted disorientation of the 
5 fibre -forming molecules resulting from variation in tbe 
elongational flow rate or from premature formation of 
insoluble material before the dope has been appropriately 
preoriented. A convergent taper to the tubular passage of 
the die will induce elongational flow which will tend to 

10 induce a substantially axial alignment in the £±bre- forming 
molecules, short fibres or filler particles con.t:ained in the 
dope by exploiting the well known principle of elongational 
flow. Alternatively, the principle of elonsrational flow 
through a divergent instead of convergent die can be used to 

15 induce orientation in the hoop direction that is 
approximately transverse to the longitudinal axis of the 
extruded material. 

The diameter of the or each tubular passage may be 
varied to produce fibres of the desired diameter. 

20 The rheology of the licfuid feedstock in the txibular 

passage of the die is largely independent of scale enabling 
the size of the apparatus to be scaled up or down. The 
convergence of the ttobular passage allows a w±de range of 
drawing rates to be used typically ranging from 0.01 to 100 0 

25 mm ^c*^. if fibres are being extruded they may typically 
have a diameter of from 0.1 to 100 pcm. Typically the outlet 
of the tiibular passage has a dieuneter of from 1 to 100 /itti 
with the diameter of the inlet of the tubular passage being* 
from 25 to 150 times greater depending on the extensional 

30 flow it is desired to produce. Txabular passages with a 
circular cross -section are used to produce fibres with 
circiilar cross sections. Tubular passages of alternative 
cross-sectional shapes can be used to produce fibres, flat: 
ribbons or sheets of extruded materials with other* 

35 cross -sectional shapes. 



BNSOOCID: <WO_0138614A1J_> 



wo 01/38614 




PCT/GBOO/04489 



All or part or parts of the walls of the or each 
tubular passage of the die assembly are constructed from or 
formed or moulded from selectively permeable and/or porous 
material, such as cellulose acetate-based membreuie sheets. 
5 The membrauie can be substituted with diethylaminoethyl or 
carboxyl or carboxymethyl groups to help maintain protein - 
containing dopes in a state suitable for spinning. Other 
examples of permeable and/or porous material eire hollow- 
fibre membranes/ such as hollow fibres constructed from 
10 polysulfone, polyethyleneoxide-polysulf one blends, silicone 
or polyacrylonitrile. The exclusion limit selected for the 
semipermeable membrane will depend on the size of the small 
molecular weight constituents of the dope but is typically 
less than 12 kDa. 

All or part of the walls of the or each tubular 
passage can he constructed from selectively permeable and/or 
porous material in a number of different ways. By way of 
example only a selectively permeable and/or porous sheet cam 
be held in place over a groove with suitable geometry cut 
into a piece of material to form the tubular passage. 
Alternatively two sheets of selectively permeable and/or 
porous material can be held in place on either side of sl 
separator to construct the tubular passage. Alternatively 
a single sheet can be bent roiind to form a tubular passage. 
A hollow tube of selectively permeeO^le and/or porous 
material can also be used to construct all or part of the 
tubular passage. By way of example only, a variety of 
methods are available to shape the tube into a die as is 
commonly known to a craftsman skilled in the art. 



30 * The use of selectively permeable and/or porous walls 

of Slabs tantially all or part or parts of the tiibular 
passage (s) enables the proper control within desired limits 
of, fox example, the concentration of fibre- forming 
material; solute composition; ionic composition; pH; 

35 dielectr^ic properties; osmotic potential euid other physico 
chemical properties of the dope within the t\ib\aar passage 
by applying the well-known principles of dialysis, reverse 
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dialysis, ultrafiltration and preevaporation . 
Electro-osmosis can also be used to control ttie compositlozi 
of the dope within the tubular passage. It will be 
appreciated that a control mechanism receiving iiipute 
5 relating to the product being formed, for example the 
diameter of the extruded product and/or the resistance 
countered in the tubular passage, such as during extrusion 
through the outlet of the tubular passage, can be used to 
control, for example, polymer concentration, solute 
10 composition, ionic composition, pH, dielectric properties , 
osmotic potential and/or other physicochemical properties of 
the dope within the tubular passage. 

The selective permeability and/or porosity of the 
walls of the or each tubular passage may also allow for the 
15 diffusion through the walls of further substances into the 
tubular passage (s) provided that these have a molecular- 
weight lower than the exclusion limit of the selectively- 
permeable material from which the walls of the tubular- 
passage (s) are constructed. By way of example only the 
additional svibstances added to the dope in this manner may- 
include surfactants; dopants; coating agents; cross-linking 
agents; hardeners; and plasticisers . Larger sized 

aggregates can be passed through the walls of the tubular 
passage if it is porous rather than being siii5>ly- 
25 semipermeable. 



20 



30 



35 



The compartments surrounding the walls of the tiibular 
passage or passages may act as one or more treatment zones 
or baths for conditioning the fibre as it passes through the 
tubular passage (s). Additional treatment can occur after- 
the material has exited the outlet of the tubular passage. 

One or more regions of the or each tubular passage 
may be surrounded by one or more compartments arranged 
consecutively so as to act as a jacket or jackets to hold 
solution, solvent, gas or vapour in contact with the outer 
starface of the selectively permeable walls of the tubular- 
passage (s). Typically solution, solvent, gas or vapour is 
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circulated through the compartment or compartments. The 
walls of the compartment or compartments are sealed to the 
outer siirface of the walls of the ttibular passage (s) by 
methods that will be understood by a person skilled In the 
art. The compartment or compartments serve to control the 
chemical ajid physical conditions within the or each tubular 
passage. Thus the compartments surroxmdlng the ttabular 
passage (s) serve to define the correct processing conditions 
within the dope at any point along the txibular passage (s) . 
In this way parameters such as the temperature; hydrostatic 
pressure; concentration of fibre -forming material; pH; 
solute; Ionic composition; dielectric constant; osmolarlty 
or other physical or chemical parameter can be controlled in 
different regions of the tubular passage as the dope moves 
down the length of the die. By way of example only, 
continuously graded or stepped cheuiges in the processing 
environment can be obtained. 

Conveniently a selectively permeable /porous membrane 
can he used to treat one side of a fozming extrusion In a 
different way to the other side. This can be used, for 
example, to coat the extrusion or remove solvent from it 
asymmetrically in such a way that the extrusion can be made 
to curl or twist. 

All or part of the draw down process may typically 
occju: within the die rather than at the outer face of the 
die assembly as occurs In existing spinning apparatus. The 
former arrangement offers advcuatage over existing spinning 
apparatus. The distortion of molecular alignment due to die 
swell is avoided. The region of the die assembly after the 
internal commencement of the draw down taper can be used to 
apply coatings or treatments to the extrusion. Further, the 
last part of the die assembly is water lubricated by the 
solvent-rich phase surrounding the extrusion. 



By way of example only the apparatus can be used for 
forming fibres from dopes containing solutions of 
recombinant spider silk proteins or analogues or recombinant: 
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silk worta silk proteins or analogues or mixtures of such 
proteins or protein analogues or regenerated silk solution 
from silkworm silk. When these dopes are used it is 
necessary to store the dope at a pH value above or below the 
5 isoelectric point of the protein to prevent the premature 
formation of insolxible material. It will be appreciated 
that other constituents may be added to the dope to keep the 
proteins or protein analogues in solution. These 
constituents may then be removed through the semipermeable 
10 and/or porous walls when the dope has reached the 
appropriate portion of the tiibular passage in which it is 
desired to Induce the transition from liquid dope to solid 
product, e.g. thread or fibre. The dope within the tubular- 
passage can then be brought by dialysis against an 
15 appropriate acid or base or buffer solution to a pH value at 
or close to the pK value of one or more of the constituent 
proteins of the dope. Such a pH change will promote the 
formation of an Insoluble material. A volatile base or acidl 
or buffer can also be diffused through the walls of the or 
20 each tubular passage from a vapour phase in the surrounding 
compartment or jacket to adjust the pH of the dope to the 
desired value. Vapour phase treatment to adjust the pH can 
also occvxr after the extruded material has left the outlet 
of the die assembly. 

25 The draw rate and length, wall thiclcness, geometry 

and material composition of the or each txibular passage may- 
be varied along its length to provide different retention 
times cuid treatment conditions to optimise the process. 

One or more regions of the walls defining the or each. 
30 txabular passage can be made ixnpermeeJble by coating their* 
inner or outer surfaces with a suitable material to modify 
the internal environment in a length of the tubular passage 
using any coating method as will be understood by a person 
skilled in the eurt. 

35 The inner surface of the walls of the or each tubular- 

passage can be coated with s\ii table materials to reduce the 
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friction between the walls of the tubular passage and the 
dope or fibre. Such a coating can also be used to induce 
appropriate interf acial molecular alignment at: the walls of 
the txibular passage in lyotropic liquid crystalline polymexrs 
5 when these are included ±n the dope. 

A further embodiment allows for one or more 
additional components to be fed to the start of the or each 
tubular passage via concentric openings to allow two or more 
dif f earent dopes to be co- extruded through the same tubular 
10 passage allowing for the formation of one or more coats or 
layers to the fibre or fibres. 

A fxirther embodiment utilises a dope prepared from a 
phase separating mixture containing two or more coxziponentis 
which, for example, may be different proteins. The removal 
15 or addition of components through the selectively permee^^le 
and/or porous material can be used to control the phase 
separation process to produce droplets of one or more 
components typically with a diameter of 100 to 1000 run 
within the bulk phase in the final extrusion. These can be 
20 used to enhance the toughness emd other mechanical 
properties of the extrusion. The use of a convergent or 
divergent die conveniently induces elongational flow in the 
droplets to produce orientated and elong-ated filler 
particles or voids within the bulk phase. A convergent die 
25 wil-r orientate and elongate such droplets in a direction 
parallel to that of the formed product whereas a divergent: 
die will tend to orientate the droplets in hoops transverse 
to the direction of flow within the tubular passage. Botli 
types of arrangement caxi be used to enhance the properties 
30 of the formed product. Pxrrther it will be understood that 
the selectively permeable and/or porous walls of the or each 
tubular passage can be used to diffuse in or out chemicals 
to initiate the polymerisation of filler particles. 

The spinning apparatus with one or more tubular 
35 passages surroxmded by a compartment or compartments to act 
as jackets can be constructed by one or two stage mouldincr 
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or other methods known to a person skilled ia the art* It 
will be appreciated that a moulding process can be used to 
create simple or complete profiles for the or each txibular 
passage and the outlet of the die assembly. Very small 
5 flexible lips can be formed^ e.g. moulded, at the outlet to 
prevent the escape of the contents of the treatment bath and 
act as a restriction to enable an optional additional air 
drawing stage or wet drawing after the material has left the 
outlet of the die assembly should this be req[uired. The 
10 microscopic profile of the ixmer stirface of the lips at the 
outlet can be used to modify the texture of the surface 
coating of the extruded material. 

By way of exan5>le only, the jackets and supports for 
the tubular passages can be constructed from two or more 

15 components formed by injection moulding or constructed ixi 
other ways as will be understood by a person skixlled in the 
arts. It will be appreciated that this method of 
construction is modular and that a number of such modules 
can be assembled in parallel to produce simultaneously a. 

20 number of fibres or other shaped products. Sheet materials 
can be produced by a row or rows of such modules. Such a. 
modular arrangement allows for the use of manifolds to 
supply dope to the inlet of the tubular passage (s) and to 
supply and remove processing solvents, solutions, gases or 
25 vapours to and from the jacket or jackets surrounding the 
ttihular passages. Additional components may be added if 
desired* Potential modifications to the arrangrements shown 
will be apparent to persons skilled in the art. 

Other methods of constructing spinning apparatus in 
30 which the walls of the txobular passages are sxibstamtially or 
partially constructed from semipermeable and/or porous 
material or materials will be known by a person skilled in 
the art. By way of example only these include 

micro-machining techniques. In addition it will be 

35 appreciated that walls of the tiobular passages subetsmtially^ 
or partially constructed from semipermeable/porous materiaX 



BNSDOCID: <WO_0138614A1_L> 



wo 01/38614 PCT/GBOO/04489 

- 12 - 

can be incorporat:ed into othex: types of spinning apparatus^ 
such as electrospinning apparatus. 

The or each tiibular passage may be made eelf* starting 
and self -cleaning. It will be appreciated that blockage of 
5 spinning dies during the commercial production of extruded 
materials is time-constixning and costly. To overcome this 
difficulty, the walls of the tubular passage may be 
constructed from an elastic material sealed into and 
surroiinded by two or more jackets arranged in sequence. The 
10 pressure in each of these jackets cetn be varied 
independently by methods that will be understood by a 
craftsman skilled in the art. Pressure chajiges in the 
jackets can be used to chainge the diameter of different 
regions of the t\ibular passage in a manner analogous to a 
15 peristaltic pump to pump the dope to the outlet to commence 
the drawing of fibres or to clear a blocka.ge. Thus a. 
decrease in pressure in a jacket towards the outlet end of 
the tubular passage will dilate the elastic walls of the 
tubular passage within the jacket. If the pressure is now 
20 raised In a second jacket closer to the inpixt end of the 
tubular passage a region of the walls of the txibular passage 
running through this jacket will tend to collapse forcing 
the dope towards the outlet. Alternatively, the pressxire In 
the dope fed to the tubular passage could be Increased 
25 causing the diameter of the elastic tubular passage walls to 
Increase. It will be appreciated that both methods could be 
used together or consecutively. With both methods the 
elasticity of the passage walls enables the diameter of the 
tubular passage to be Increased reducing the z^eslstance to 
30 flow. With both methods it is to be noted that increasing 
the pressure of the dope will also assist in start up and In 
clearing blockages in the tubular passage. It will also be 
appreciated by way of example only that the use of rollers 
such as are used in peristaltic pvimps cam be used as an 
35 alternative means of applying pressiire to pump dope to the 
outlet to commence spinning or to clear a bloclcage. 
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The pressure in the sealed compartments stxrroxinding 
the tubular passage (s) may be controlled to define and 
modify the geometry of the tiibular passage to optimise 
spinning conditions. 

5 If the or each txibular passage has a convergent or 

divergent geometry along all or part of its length, filler 
particles or short fibres included in the dope may be 
orientated as they flow through the tubular passage by 
exploiting the well imderstood principle of elongational 
10 flow. It will be understood that the substantially axial 
orientation of such filler particles or short fibres will be 
produced by a convergent t\ibular passage while a divergent: 
one will produce orientation in the hoop direction, that is 
approximately transverse to the long axis of thfe extruded 

15 material. Both patterns of orientation confer additional 
useful properties on the fibre. It will be appreciated that 
a convergent or divergent geometry of all or part of the or 
each tubular passage will also serve to elongate and 
orientate small fluid droplets of an additional solvent or 

20 solution or other phase or phases or additional 
unpolymerised polymer or polymers present in the dope as 
supplied to the tubular passage or arising by a process of 
phase sepeuration within the dope. The presence of elongated 
and well orientated narrow inclusions formed by either a 

25 convergent or divergent tubular passage can be used to 
confer additional useful properties to the extruded 
material . 



It will be appreciated that the direct drawing down 
of a fibre or other formed product from liquid spixming 

30 solution within a region of a tubular passage greatly 
improves the molecular orientation in the final material 
avoiding the disorientation produced by die swell produced 
by other methods of forming the final material. It also 
greatly reduces the pressxire required to form material 

35 compared with the extrusion of fibre from a conventional 
restriction die. 
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The present invention seeks to alleviate some or all 
of the problems associated with the prior art by providing 
a relleible apparatus and method for manufacturing materials 
with a highly defined suid typically uniaxial molecular 
5 orientation from spinning solutions. The use of 

permeable/porous tubing, preferably selectively 
permeable /porous tubing, for the construction of the walls 
of the tubular passage enables a precise control of all 
parameters of the processing environment. This enables the 

10 processing environment to be precisely defined down the 
length of the txibular passage* Precise control of the 
processing environment in the ttibular passage enables the 
polymer concentration, molecular configuration and viscosity 
and other physical properties of the spinning solution to be 

15 kept at optimum values at all points along the tubulax^ 
passage* The convergent geometry with cross -sectional area 
decreasing non-llnearly and preferably hyper^l>ollcally in 
siibstantlally all or the first part of the txibular passage 
serves to align the molecules axlally before t:lie draw down 

20 process thus improving the quality of alignment In the final 
formed product. 

The apparatus may be arremged in such a way that two 
or more fibres are formed in parallel and twisted aroxmd 
each other or crimped or wotrnd onto a former or coated or 

25 left uncoated as desired. The fibres can be drawn througli 
a cpating bath and subsequently through a convergent die to 
give rise to a "sea and Island" composite material as will 
be imderstood by a person skilled in the art. One or more 
rows of dies or one or more dies with sll^ or cuinular 

30 openings can be used to form sheet materials. 

Brief description of the drawings 

An embodiment of the invention will now be described, 
by way of example only, with particular reference to the 
accoxnpanylng drawings, in which: 
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Figure 1 is a generalised schematic representation of 
apparatus for the formation of extruded materials 
from a spinning solution; 

Figure 2 is a schematic cross -sectional view along 
5 the longitudinal axis of a die assembly of the 

apparatus shown in Figure 1; 

Figure 3 is a schematic perspective view of the die 
assembly shown in Figure 2; 

Figure 4 is a schematic exploded view illustrating^ 
10 another embodiment of a die assembly of apparatus 

according to the invention; and 



Figure 5 is a view showing a number of die assemblies 
of Figure 4 assembled together in a unit^ to enable a. 
plurality of fibres to be extruded « 

15 Best Mo de for Carrying out the Invention 

Figiare 1 shows apparatus for the formation of 
extruded materials from a spinning solution such as 
lyotropic liquid crystalline polymer or other polymers or 
polymer mixtxxres. The apparatus compriseis a dope reservoir 

20 1; a pressure regulating valve or pvmp meajis 2 which 
maizrtains a constant output pressure under normal operating 
conditions; a connecting pipe 3; and a spinning die assembly 
3 comprising at least one spinning tube or die further 
described in Figures 2 to 5. A take-up drum 5 of any known 

25 construction draws out and reels up extruded material at a. 
constant tension exiting from the outlet of the die assembly* 
3* The pressure regulating valve or pump means 2 may be any 
device normally producing a constant pressure commonly knowxx 
to a person skilled in the art. 

30 The arrangement shown in Figure 1 is purely exemplary 

and additional components may be added If desired. 
Potential modifications to the arrangement shown in Figure 
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1 will be apparent to persons skilled in the art* In use 
dope is passed £rom the feedstock reservoir 1 at a constcoit 
low presstire by means of the regulating valve or pxixnp meeuis 

2 via the connecting pipe 3 to the inlet of the spinning die 
5 assembly 4. 

The die assembly 4 is shown in greater detail ixi 
Figures 2 and 3 and comprises a first spinning tube or die 
8 upstream of a second spizming txibe or die X2, the dies 
together defining a txibular passage 17 for spinning solution 

10 through the die assembly 4. The dies 8 and 12 are made of 
semipermeable and/or porous material^ such as cellulose 
acetate membrsmes or sheets. Other examples of suitable 
semipermeable and/or porous materials are diethylaminoethyl 
or carboxyl or carboxymethyl groups which help to maintain 

15 protein- containing dopes in a state suitsQ^le for spinning. 
Hollow-fibre membrsmes may also be used as the 
semipermeable/porous membrane material, such bollow-f ibre 
membranes being made from polysulfone, polyethyleneoxide- 
polysulfone blends, silicone or polyacryloaitrile. The 

20 exclusion limit selected for the semipermeable membrane will 
depend on the size of the small molecular weight 
constituents of the spinning dope but is typicaXly less than 
12 kDa. 

The die 8 is held at its upstream end by a tapered 
25 adaj/tor 6 positioned at the inlet end of the die asseinbly 4 
and at its downstream end by a tapered adaptor 2 positioned 
internally in the die assembly 4. The die 8 is held at its 
upstream end by the adaptor 7 amd at its downstream end by 
a spigot 13 at the outlet of the die assembly 4* The die 8 
30 has a convergent, preferably hyperbolic, internal passage 
and the geometrical taper is preferably continued with the 
internal passage of the die 12. This can be achieved duringr 
construction by softening a semipermeable tube or die on a 
warmed suitably tapered mandrel, or by other methods as will 
35 be appreciated by a craftsman skilled in the art before 
fitting the spinning tube or die into the apparatus. The 
internal passages of the dies 8 and 12 together provide the 
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tubular passage 17 for spinning solution from the inlet to 
the outlet of the die assembly 4. 

A jacket 9 surrounds the die 8 and is intended to 
contain a fluid, e.g. a solvent, solution, gas or vapour to 
control the processing conditions within the spinning tube 
or die 8. The jacket 9 is fitted with an inlet 10 and an 
outlet 11 to control flow of fluid into and out of the 
jacket. A further jacket 14 sxurrounds the tube or die 12 
and is fitted with a fluid inlet 15 and a fluid outlet 16 to 
enable fluid, e.g. solvent, solution or gas, to be passed 
into and out of the jacket 14 in contact with the 
semipermeable/porous walls of the die 12. 

As an alternative to the die 8 shown having^ 
semipermeable walls a die may be constructed from material 
15 which is not semipermeable but which is preferea>ly tapered, 
e.g. convergently, and may be temperature-controlled by 
circulating fliiid at a predetermined temperature through the 
jacket 9. 

In operation spinning solution or dope, e.g. a 
20 polymer solution, is fed to the inlet of the die 8. As the 
dope passes along the tubular passage 17 it is treated 
firstly as it passes through the die 8 and secondly as it 
passes through the die 12. The fluid passing through the 
jack'et 9 may merely serve to heat or maintain the dope at 
25 the correct temperature or provide the correct external 
pressure to the walls of the die 8. In this case it is not 
essential for the walls of the die to be made of 
semipermeable and/or material. The teinperature of the dies 
8 and 12 for the extrusion of protein- containing dopes 
should typically be maintained at a temperature of about 
20 "C but spinning may be carried out at temperatiires as low 
as 2»C and as high as 40«C. The pressure of the fluid, 
liquid or gas, in the jackets surrounding the weais of the 
tubular passage 17 is typically maintained at a pressure 
close to that at which the dope is supplied to the die 
assembly 4. However the pressure can be somewhat higher or 



30 



35 
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lower depending on t:lxe geoxnet:ry of t:he dies and. t:lie strengtih. 
of the generally flexible semipermeable axid/or porous 
membrane. "Chemical" treatment of the dope occurs during 
"draw down" as the dope passes through the die 12 although 
5 chemical treatment may also occur as the dope paisses through 
the die 8 if the walls of the latter are at least partly- 
made of semipermeable material. In Figoires 2 and 3, the 
abrupt pulling away of the dope f rom the walls of the die 12 
at 12A indicates the internal draw down of the " fibre" • 

10 This is a tmique feature of the invention as draw down in 
existing processes always start at the outer opening of a 
die (i.e. the extrusion orifice) and not l^efore. The 
pulling away of the "fibre" from the die walls at 12A occurs 
at a place in the t\ibular die 12 where the force required to 

15 produce extensional flow to create a new surface just falls 
below the force required to flow the dope through the die 12 
in contact with the die walls. The position of 12A will 
depend on: the changing rheological properties of the dope; 
the rate and force of drawing; the surface properties of the 

20 die 12; the surface properties of the lining of the die 12; 
and the properties of the dope and the aq[ueous phase 
surrounding the dope. 

It will be appreciated that the temperature, pH, 
osmotic potential, colloid osmotic potential, solute 

25 composition, ionic composition, hydrostatic pressure or 
other physical or chemical factors of the solution, solvent, 
gas or vapoiir supplied to the jacket (s) control or regulate 
the conditions inside the tubular passage 17 as is commonly 
understood by a craftsman skilled in the art. Chemicals in 

30 the fluid supplied to the jacket (s) are able to pass through 
the semipermeable euid/or porous walls of the tubular passage 
to "treat" the dope passing therethrough. It is also 
possible for chemicals in the dope to pass outwardly througli 
the semipermeable and/or porous walls of the txibular passage 

35 17. The fluids supplied to the dope will obviously depend 
on the type of dope used emd the semi permeable smd/or porous 
membranes used. However, by way of example only, for the 
spinning of concentrated protein solutions, the jacket 9 may 
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contain 100 mM Trie or PIPES buffer solution^ typically at 
a pH of 7.4, and 400 mM sodium chloride to help maintain the 
folded state of the protein. The jacket 14 may contain 10 0 
xnM Tris or PIPES buffer solution at a lower pH, typically 
5 6.3, and 250 mM potassium chloride to encourage the 
unfolding/refolding of the protein. High molecular weight 
polyethylene glycol can be added to the solution in both 
jackets to maintain or reduce the concentration of water Izi 
the dope. 

10 Jt will be realised that the spinning tube or die X2 

can be heuiked or coiled or arranged in other* ways between 
the tapered collar 7 and the spigot 13. The diameter and 
cross -sectional shape or the exit 13 can be varied or 
adjusted to suit the diameter and cross sectional shape of 

15 the formed material. For a formed product having a circular 
cross -section^ the typical diameter of the outlet is from X 
to 100 /xm eoid the typical diameter of the inlet to the 
tubular passage would be from 25 to 150 times greater than 
the outlet diameter depending on the extent of the 

20 extensional flow. It will be appreciated that the 
arrangements and proportions shown in Figure 2 are purely 
exemplary and thus that additional components may be added 
if desired. Potential modifications to the arrangements 
shown in Figure 2 will be apparent to persons skilled in the 

25 art. 

Figiire 4 shows a module containing three spinning* 
tubes or dies 12 mounted within a housing defining three 
■jackets" 14, the same numbering being used as in the 
previous embodiments to identify the same or similar parts* 

30 The arrangements and proportions shown in Figure 2 are 
purely exemplary and thus additional con^onents may be added 
if desired. Potential modifications to the arrangements 
shown in Figure 4 will be apparent to persons skilled in the 
art, including the provision of fewer or more dies 12 or 

35 jackets 14. 
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Figure 5 sliows liow t:wo or more modular unites 
constructed from the apparatus shown in Figure 4 can be held 
together to eneO^le a plurality of extruded £±bres to be 
produced. It will be appreciated that the arrangements and 
proportions shown in Figxire 5 are purely exemplary and thue 
additional components may be added if desired. Potential 
modifications to the arrangements shown in Figure 5 will be 
apparent to persons skilled in the art« 

The permeability or porosity of the walls of the 
tubular passage may be the same throughout the length of the 
latter. Alternatively^ however^ if the tubvilar passage 
passes through more than one treatment zone the 
permeability/ porosity of the walls of the tubular passage 
may change from treatment zone to treatment zone by using- 
different semipermeable or porous materials for the walls o£ 
the tubular passage. Thus the walls of the tubular passage 
may comprise: semipermeable material of the same 
permeability throughout the length of tbe passage; 
semipermeable material of different permeability fozr 
different portions of the passage; porous material of the 
S€U!ie porosity throughout the length of the passage; porous 
material of different porosity for different por'tions of the 
passage; or semipermeedDle material for one or more portions 
of the length of the tubular passage and porous material for 
one or more other portions of the txobular passage. As 
mentioned above, some portions of the walls of the tubular 
passage may be non-permeable. By way of example only^ 
suitable semipermeable laaterials are: cellulose derivatives, 
Goretex (Registered Trade Mark), polysulfone, 

polyethylenoxide-polysulf one blends, and silicone 
polyacrylonitrile blends. By way of example only, the 
suitable porous materials are: polyacrylate, poly (lactide- 
CO- glycol ide) , porous PTFE, porous silicon, porous 
polyethylene, cellulose derivatives and chitosan. 



1^ will be appreciated that the apparatus is suitable 
for the formation of fibres or sheets from all solutions o£ 
lyotroplc liquid crystal polymers whether synthetic or man* 
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made or natural or modified or copolymer mixtures or 
solutions of recombinant proteins or analogues derived from 
them or mixtures of these. By way of example only these 
include collagens; certain cellulose derivatives; spidroins; 
5 fibroins; recombinemt protein analogues based on spidroins 
or fibroins, and poly (p-phenylene terephthalates) . The 
method is also suitable for use with other ipolymers or 
polymer mixtures provided that they are dissolved in 
solvents, whether aqueous or non-aqueous, protein solutions 
10 or cellulose solutions. It will also be appreciated that 
the use of one or more semipermeable and/or porous treatment: 
zones can be used for dies or die assemblies having 
essentially annular or elongated slit openings used for the 
formation of sheet materials. 

15 Industrial Applicability 

The invention has industrial application in the 
spinning of products. 
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1. Spinning apparatus for forming spun material 
from a liquid, spinning solution, the apparatus including a. 
die assembly (4) having at least one tubular passage (17) 

5 through which the liquid spinning solution is passed, 
characterised i n that walls (8, 12) defining the or eacli 
tubular passage (17) are formed at least: partly of 
semipermeable and/or poz^ous material. 

2. Spinning apparatus according to claim 1, 
10 characterised in that enclosure means surrotmd said walls 

(8, 12). 

3. Spinning apparatus according to claim 2, 
charactexised in that said enclosure means oomprises at: 
least two compartments (9, 14) isolated from esich other, a. 

15 first one of said coinpartments (9) surrotinding a first: 
portion (8) of said walls defining an inlet posrtion of the 
or each txibular passage <17) and a second one of said 
coxnpartments (14) surrounding a second portion (12) of said 
walls defining eua outlet portion of the or each tubular* 

20 passage (17) . 

4 . Spinning apparatus according to claim 3 , 
characterised in that the die assembly (4) has at least two 
tubular passages (17) through which the spinning solution is 
passed, each tubular passage (17) being defined by walls at 

25 least pa^rtly formed of semipermeeO^le and/or porous material, 
and in that all the tiibular passages (17) pass through eacli 
of said compartments (9, 14) » 

5 • Spinning apparatus according to claim 4 , . 
characterised in that a plurality of said die assemblies (4) 
30 are assembled together in a imit. 

6. Spinning apparatus according to any one of 
claims 3 to 5, characterised in that each of said 
compartments (9; 14) has supply and removal means (10,11; 
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15/16) for supplying fluent material to^ and removing fluent 
material from, thie compartment in question* 

7. Spinning apparatus according to any one of 
claims 3 to 6, characterised in that the cross -sectional 

5 area of said inlet portion of the or each tubular passag^e 
(17) increases towards said outlet portion. 

8. Spinning apparatus according to any one of 
claims 3 to 6, characterised in that the cross* sectional 
area of said inlet portion of the or each tubular passage 

10 (17) decreases towards said outlet portion. 

9 . Spinning apparatus according to claim 8 , 
characterised in that the diameter of said inlet portion 
decreases substantially hyperbolically towards said outlet 
portion. 

15 10. Spinning apparatus according to axiy one of the 

preceding claims, characterised in that said walls of the or' 
each tubular passage (17) are made of elastic, semipermeable 
and/or porous material. 



11. Spinning apparatus according to any one of the 
20 preceding claims, characterised in that said walls of the or 
each tubular passage (17) are made of semipermeable and/or 
porous material and are partly coated on their inner and/or^ 
outer walls with impermeable material to render the walls at 
least partly impermesUble. 



25 12. Spinning apparatus according to €uay one of the 

preceding claims, characterised in that inner s^xrface8 of 
said walls of the or each tiibular passage (17) are coated 
with friction reducing materiall. 

13. Spinning apparatus according to any one of the 
30 preceding claims, characterised in that concentrically 
arranged feed means are positioned at the inlet end of the 
or each tubular passage (17) to supply said li<^id spinning 
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solution and one or more additional component's to the or 
each tubular passage (17) • 

14. Spinning apparatus according to axxy one of the 
preceding claims, characterised in that said 8emipermeable 
and/or porous material comprises cellulose a.cetate-based 
material, or substituted die thylami noethyl , carboxl, or 
carboxymethyl groups. 



15. Spinning apparatus according to any one of 
claims 1 to 13, characterised in that said semipermeable 
inaterial and/or porous material comprises bollow* fibre 
membranes of polysulf one , polye thyleneoxlde -polysulf one 
blends, silicone or polyacrylonltrile. 

16. Spinning apparatus according to any one of the 
preceding claims, characterised In that It furt^her Includes 
supply means (2, 3) for supplying the llcnald spinning 
solution to the or each die assembly €Lnd remova.1 means (5) 
for removing the formed material from the or each die 
assembly. 

17 . A method of forming spun material by passing 
liquid spinning solution through at least one tubular 
passage (17) of a die assembly (4), character-ised in that 
the or each tubular passage (4) has walls (8, X2) formed at 
lea^&t partly of semipermeable and/or porous material and in 
that the liquid spinning solution is treated, a.s it passes 
along the or each tubular passage (17) , by components 
permeating through the semipermeable and/or pozrous material 
of said walls (8, 12) . 

18. A method according to claim 17, chazra^cterised In 
that at least two compartments (9,14) stirround the or each 
tiibular passage (17), and different fltoid materials are 
supplied to each of said compartments (9, 14) for treating 
the liquid spinning material. 
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19. A metlioci according to claim 18^ characterised in 
that said fluid material supplied to the or eacli compartment 
(9, 14) is liquid or gaseous. 

20. A method according to claim 11, 18 or 19^ 
5 characterised in that components of fluid mater±als supplied 

to the or each compartment (9^ 14) pass through the 
semipermeable and/or porous walls of the tubula.r passage (s) 
to alter the pH, ionic composition, water content and/or 
small molecular weight composition of the lic[uld spinning 
10 solution passing through the tubular passage (s) . 

21. A method according to claim 17^ 18 or 19, 
characterised in that the liquid spinning solution is 
treated by diffusion, dialysis, reverse dialysis, 
ultrafiltration, electro-osmosis, pre -evaporation or a 

15 combination of these as it passes through the or eacli 
tubular passage (17). 

22. A method according to any one of claims 17 to 
21, characterised in that the spinning solution conqprises a 
phase separating mixture and in that the solution is treated 

20 by diffusion of chemicals across the semipermeable and/or 
porous walls of the txibular passage (s) to regulate the phase 
separation and semipermeable polymerisation process to 
produce filler particles or voids in the formed material. 

23. A method according to any one of claims 17 to 
25 22, characterised in that the length, area and/or position 

or thiclcness of the walls of the or each txibular passage 
(17) are varied to influence the rate or extent: or position 
at which the pH, ionic composition, or watex^ content ox- 
small molecular weight composition are changed within the 
30 tubular passage (s) . 

24. Spinning apparatus for forming sptizi material 
from a liquid spinning solution, the apparatus including a 
die assembly (4) having at least one tubular passage (17) 
through which the liquid spinning solution is passed. 
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characterised in that walls (8, 12) defining the or each 
tubtilar passage (17) are formed at least partly of flexible 
material, and in that enclosure means surround said walls 
(8, 12) to provide one or more pressurisable compartments 
surrounding the walls and pressurisable to control the shape 
of said txibular passage. 
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